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JEWELRY & ENAMELING

Tools                   Bristle buffing wheel      Potassium sulphide so-

and                      Soda,  ammonia,  and        lution

Working                  water solution            Whiting

Materials              Cloth buffing wheel       Soft cloth or chamois

Rouge stick                       polishing wheel.

PROCESSES

Gauging
p. 346

Annealing
p. 18

Pickling
p. 22

Dome
Making
p. 120

Filing
p. 25

Drilling
p. 35

Soldering
p. 38

Cutting

FOUNDATION

Gauge the metal.

Sterling silver sheet 26-gauge.
Anneal the metal.

Clean- in pickle.

Cut and dome two disks of equal size. Each
dome must be a half sphere if the bead is to be
round.

File the base of the domes even.

Make a depression with the center punch in

the center of each dome.

Drill holes as marked with the center punch.

Bind and solder the two domes together.

ORNAMENT

Fine silver wire 18-gauge.
Cut four wires y16 inch longer than half the
circumference of the bead.
Shape the wire the contour of the bead foun-
dation.